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Method of Forming A Perfluorinated, Thermoplastic Hoi'iow Fiber iVioquie 

The present invention relates to a method of forming a hollow fiber membrane module. 
More particularly, it relates to a method of making a hollow fiber module wherein the fibers and 
potting compound are both formed of one or more thermoplastic, perfluorinated resins. 



BACKGROUND OF THE INVENTION 

10 

A hollow fiber membrane is a tubular filament comprising an inner diameter and an outer 
diameter having a wall thickness between them. Typically, this wall thickness is porous. The inner 
diameter defines the hollow portion of the fiber and is used to carry fluid, either the feed fluid to be 
filtered, or the permeating fluid, when the fluid being filtered contacts the outer surface. The inner 

1 5 hollow portion is typically referred to as a lumen. 

Hollow fiber membrane devices have been used in many applications in the 
pharmaceutical, food, beverage and semiconductor industries including gas separation, reverse 
osmosis, ultrafiltration and particle and bacteria removal with microporous membranes. In these 
applications, the membrane acts as a permeable banier, allowing the passage of the carrier fluid 

20 and some dissolved or dispensed species, and retaining other selected species do to differences in 
species size, permeation rates, or other physical or chemical attributes. These devices have the 
unique feature of requiring no support stmctures for the membranes as a result of their tubular 
geometry which makes the membrane self supporting. 

In practical applications, fiber is cut or otherwise made to a specific length and a number of 

25 fibers are gathered into a bundle. A portion of one or both ends of the fiber bundle are 
encapsulated in a material which fills the interstitial volume between the fibers and forms a 
tubesheet. This process is sometimes called potting the fibers and the material used to pot the 
fibers is called the potting material. The tubesheet acts as a seal in conjunction with a filtration 
device, such as a housing or cartridge. If the encapsulation process closes and seats the fiber 

30 ends, one or both ends of the fiber bundle are cut across the diameter or otherwise opened. In 
some cases, the open ends of the fiber bundle are deliberately closed or sealed before potting to 
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prevent the potting material from entering the open ends of the fibers. If only one end is to be 
opened to permit fluid flow, the other end is left closed or is sealed. The filtration device supports 
the tubesheet and provides a volume for the fluid to be filtered and its concentrate, separate from 
the permeating fluid, in use, a fluid stream contacts one surface and separation occurs at the 

5 surface or within the depth of the fiber wall. If the fiber outer surface is contacted, the pemfieating 
fluid and species pass through the fiber wall and are collected in the lumen where it is directed to 
the open end or ends of the fiber. If the fiber inner surface is contacted, the fluid stream to be 
filtered is fed into the open end or ends and the permeating fluid and species pass through the fiber 
wall and are collected from the outer surface. 

10 Most hollow fiber membrane devices are formed by potting the ends of the bundle of 

fibers in an adhesive such as an epoxy or urethane resins. These membranes have been found to 
be deficient in purity as well as in their capability for resisting aggressive or corrosive chemicals 
and solvents. For example, the organic solvent-based solutions used in wafer coaling processes in 
the microeiectronics industry will dissolve or swelling and weaken epoxy or urethane potting 

15 materials. Additionally, the high temperature stripping baths in this industry consist of highly acidic 
and oxidative materials which destroy such potting compounds. 

More recenliy, it has been proposed to pot these membranes in a thermoplastic resin, in 
particular to use themioplastics such as polyethylene or polypropylene and in some instances 
ultrahigh molecular weight polyethylene. See U.S. 5, 595, 702, While this is more acceptable than 

20 the previous epoxy or urethane method, it is limited in the membranes and resins which one may 
select for use In its method. Unlike epoxy or urethane that have relatively low viscosity and 
therefore flow easily around and between the fibers to be potted, themioplastic materials are of 
higher molecular weight and higher viscosity and are difficult to cause to flow around and between 
such fibers. Moreover, even when one is able to achieve some flow, the flow is not uniform, 

25 leading to in'egularilies, voids and gaps in the potting. Additionally, these molten thermoplastic 
materials often have detrimental effects on the fibers themselves, causing fibers to collapse, shrink 
or melt. This has led to practitioners to adopt various complicated schemes to overcome these 
problems. 

There exists a class of thermoplastic materials known as perfluorinated thermoplastic 
30 polymers. These materials are known by various chemical terms such as po[y(TFE-co-PFAVE) 
resins ("PFAVE"). These materials are also commonly refen-ed to as PFA. MFA or FEP resins. 
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These materials have the chemical inertness similar to that of PTFE resin, but unlike PTFE resin, 
are thermoplastic and therefore capable of being molded and formed into various shapes easily 
and economically. Hollow fibers made from such perfluorinated resins have been made. Such 
Hbeii, duJ n.cu-.oo's for ir.aking IhCu. crc dicclcccd :r. U.S. ^. 990,294 anr^ ^ ^09 afifi 

5 None of the methods to date have demonstrated a capability of potting perfluorinated 

hollow fibers with a perfluorinated polymer potting resin. As is typical with such polymers, they 
inherently are difficult to have bond to themselves or other materials, 

A hollow fiber membrane device formed completely of perfluorinated thermoplastic resins, 
including the fibers, potting resin and module components such as the end caps and cartridge 

10 housing would be highly desirable in that it would provide a completely inert system, especially at 
elevated temperatures which would be capable of resisting aggressive or corrosive chemicals and 
organic solvents, which would provide the highest level of purity available as such materials are 
inherently clean and tend not to have a high level of extractabies and which because it is fornied of 
thennoplastic materials could be fonned relatively easily and efficiently. The present invention 

15 provides such a method and a product made by that method. 



IN THE DRAWINGS 

Figure 1 shows a perspective diagram of an apparatus useful in nnaking an an-ay of hollow 
20 fiber membranes in accordance with one preferred embodiment of the present invention; 

Figure 2 is a top view of a finished an'ay of holiow fiber membranes made in accordance 
with the process of Figure 1 ; 

Figure 3 is a schematic view of an apparatus used in the making of the hollow fiber 
membrane tubesheet according to a prefen-ed embodiment of the present invention; 
25 Figure 4 shows a detailed view, in perspective, showing the spiral winding sealing of a 

tubesheet according to a prefen^d embodiment of the present invention; 

Figure 5 shows a perspective view of a device for accomplishing the post-fomnation heat 
treating step according to a preferred embodiment of the present invention; 

30 
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Figure 6 shows a sectional view of a hollow fiber membrane module in a cartridge housing 
constructed in accordance with a preferred embodiment of the present invention. 

SUMMARY OF THE INVENTION 

5 It has been found that by using a perfluorinated resin, in particular a thenmoplastic 

perfluorinated potting resin which has a lower peak melting temperature than the membrane and a 
reasonably low melt viscosity, integral potting of the hollow fiber membranes can be achieved. The 
combination of these two characteristics of the potting resin allows for longer contact time between 
the molten resin and the fibers to attain more complete encapsulation and sealing of the fibers 

10 without damage to the fibers or collapse of their lumens. An assembled bundle of fibers and 
potting resin are heated to a temperature above the peak melting point of the potting resin and 
below the peak melting point of the fibers, in order to cause the potting resin to flow and fill any 
gaps or voids between the fibers which may be present. Long processing times can be used, if 
necessary, during this heating step to ensure adequate sealing without risk of fiber damage or 

15 lumen collapse. The resultant potted fiber bundle may then be assembled into a cartridge housing 
made of one or more thermoplastic perfluorinated resins, and sealed with one or more end caps 
also fonned of one or more thermoplastic perfluorinated resins to fomn an integral all themioplastic 
perfluorinated resin based module. Alternatively, other inert fluorinated resins may be used as the 
housing or end caps, such as PTFE resin, in order to create an all fluoropolymer module. 

20 It is an object of the present invention to provide a method of forming a themioplastic. 

perfluorinated resin hollow fiber bundle comprising the steps of contacting a plurality of hollow 
fibers made of a thermoplastic, perfluorinated resin with a molten thermoplastic perfluorinated 
potting resin wherein the pottng resin has a peak melting point below that of the hollow fibers and 
a relatively low melt viscosity so as to allow the potting resin to flow around the hollow fibers to 

25 fonm a bundle, cooling the bundle, heating the bundle again to a temperature above the peak 

melting point of the potting resin but below the peak melting point of the hollow fibers for a period of 
time sufficient to create a fluid-tight seal between the fibers and the potting resin. 

It is an object of the present invention to provide a method of forming an all themioplastic, 
perfluorinated resin hollow fiber module comprising steps of contacting a plurality of hollow fibers 

30 made of one or more thermoplastic perfluorinated resins with a molten potting resln iriade gf gne or 

more thermoplastic perfluorinated resins in order to form a bundle, the pdttlno reeln hQving 9 ^aak 
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melting point below that of the hollow fibers and which is applied to the hollow fibers at a 
temperature below the peak melting point of the hollow fibers, cooling the bundle, heating the 
bundle to a temperature at or above the softening point of the potting resin but below the peak 
memng poini ui iiitf liuliuw liucis lOf a period of tinie Sumcicr.t to create z fluid-tight sea! between 
5 the fibers and the potting resin. 

It is an object of the present invention to provide an ali thermoplastic perfluorinated resin 
hollow fiber module formed by forming a bundle of hollow fibers made of one or more thennoplastic 
perfluorinated resins and potting at least one of the two ends of the fibers with a potting compound 
fonned of one or more IhenDoplastic perfluorinated resins, cooling the bundle, heating the bundle 

10 to a temperature at or above the peak melting point of the potting resin but below the peak melting 
temperature of the fibers for a period of time sufficient to cause the potting resin to flow around and 
between said fibers in order to create a fluid-tight seal between the fibers and the potting resin 
removing a portion of the potting compound in order to open the interior of the fibers to the exterior 
environment, inserting the bundle into a housing having a first and second end and sealing said 

15 bundle into said housing, applying an end cap to the first and second ends of the housing in order 
to fonm an integral, ail perfluorinated thermoplastic hollow fiber module. 

These and other objects of the present invention will be made clear from the following 
description and examples. 

20 DETAILED DESCRIPTION OF THE INVENTION 

A method of making an all perfluorinated, thennoplastic hollow fiber module in accordance 
with the present convention can be accomplished through the use of one or more thermoplastic 
perfluorinated resins, both as the hollow fiber membrane and potting compound as well as the 
25 components of the module itself. 

One aspect of the present invention is to eliminate voids and gaps in the potting material 
via the use of a post-potting heating treatment. This treatment allows for the potting resin to be 

melted such that it flows between the fibers and eliminates any gaps or voids that may exist and to 
allow for adequate bonding of the fibers to the potting materials. 

30 The method ef ffit^rlogtina a hollow fiber rn^m^rnnft d^vie? eee^rclInQ te e prsferrfig 

embodiment of the pfgggnt invention begins wilh ik formation of Ihs tdsfffieplaslie peifluoflnsis^ 
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resin based hollow fiber membranes such as are taught in U.S. 4, 990, 294 and U.S. 4, 902. 456, 
and co-pending application US Patent Application 60/117,852 and 60/117,854, filed January 
29,1999, the teachings of which are incorporated herein in their entireties. 

The fibers are then an^nged and then fomied into a bundle by applying one or more 

5 streams of molten potting compound, which consists of a perfiuorinated thermoplastic resin or 
blend of such resins, to one or more ends of the individual fibers, while such fibers after having the 
stream or streams applied are wound upon themselves or a mandrel to form the bundle. 

The potting compound, the fibers and to extent It may be used, the mandrel, may be made 
of one or more thennoplastic perfiuorinated resins such as poly(TFE-co-PFAVE) resins. These 

1 0 resins include poly(letrafluoroethy iene-co-perfluoro (alkyivinyiether )) resins, often called by the 
temn PFA or MFA or poly(tetrafluoroethylene-co-hexafluoropropylene) resin, often called FEP or 
blends thereof When using a poly(tetraf]uoroethylene-co-perfiuoro(alkylvinylether)) resin, the 
alkyt group is preferably either a methyl or propyl group or blends thereof. 

Such resins are commercially available. For example, one may use TEFLON® PFA resin 

15 available from E.l. duPont de Nemours of Wilmington. Delaware or HYFLON® MFA resin available 
from Ausimont USA of Thorofare, New Jersey or NEOFLON® PFA available from Daikin 
Industries of Japan. 

The perfiuorinated thermoplastic resin selected for the fibers should have a peak melting 
point that is greater than the peak melting point of the perfiuorinated thermoplastic resin selected 

20 for the potting compound. This allows for adequate bonding of the fibers to the potting material 
without detrimental effects to the fiber caused by the temperature of the potting material. 

Fibers may be made from a poly{tetrafluoroethylene-GO-perfluoro(a!kylvinylether) wherein 
the alkyl group is mainly methyl, such as HYFLON®620 resin available from Ausimont USA of 
Thorofare, New Jersey which has a peak melting point of about 285^C or from a 

25 po!y{tetrafluoroethylene-co-hexafluoropropylene) resin, such as TEFLONd^FEP 100 resin available 
from E.i. duPoni de Nemours of Wilmington, Delaware which has a peak melting point of about 
270°C. 

Typically, the potting compound has a peak melting point at least 5 below that of the 
fibers. Preferably, the peak melting point of the potting compound is at least about 10°C below 

30 that of the fibers. More preferably, it has a peak melting point of at least about 25'C below that of 
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the fibers. For example, for fibers formed of a perfluorinated thermoplastic resin such as 
HYFLON® 620 resin, they have a peak melting point of about 285° C. The potting compound will 
be a perfluorinated thermoplastic resin or blend of such resins having a peak melting point of (ess 
than about 276°C, preferably having a peaK meiiing poini ui iium duuul 2GC"C to ^bciit 275°C. 
5 More preferably, the potting resin has a peak melting point of less than about 260''C. 

Likewise, the potting compound should have a relatively lovi/ melt viscosity. 
Typically, the melt flow Index(MFI) (MFl as defined by A. S. T. M. D21 16. at 372°C and 5kg.Ioad) 
of the perfluorinated thermoplastic resin or resins used in the potting compound should be greater 
than 100g/10 min. Preferably the melt flow index is greater than 150 g/10 min. More preferably, the 

1 0 melt flow index is greater than 200g/1 0 min. it has been found that the higher the melt flow index, 
the better the resultant product, A resin or resins may be used which have a lower melt flow index 
than the values described above, however one will find that the process becomes more difficult and 
the seal between the fibers and the potting compound may become incomplete. 

One example of a poty(tetrafluonoethylene-co-perfluoro(alky(viny[ether) useful as a potting 

1 5 material is sold as H YFLON®940 AX resin from Ausimont USA Inc of Thorofare,New Jersey. It 
has a peak melting point of from about 250°C to 260**C and a melt flow index of about 130g/10 
mins.. An example of a suitable low viscosity poiy(tetrafluoroethylene-co-hexafluoropropylene) 
resin useful as a potting compound is taught In U.S. Patent 5, 266, 639. especially those at the 
lower end of melt temperatures. 

20 The following is a description of a preferred method of making and using the present 

invention. 

A flat substantially parallel array of these fibers is prepared. One may do so by fonning a 
weave of fibers with the fibers either being the weft or warp and the other component being one or 
more fibers or threads or by forming a tape of fibers, a mat of fibers, or by any other known means 
25 for forming such an array. 

Preferably, the array is fonned according to the teachings of U.S. 5, 695, 702, the 
teachings of which are incorporated by reference herein. According to that reference, the fibers 
are first formed Into an aray by an^nging individual fibers substantially parallel to each other The 
fibers may be spaced apart from each other or if desired, they may be touching each other. Which 

30 arrangement is selected depends upon the packing density desired in the final module. Typically, 
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one wishes to have a packing density of between 40 and 70%, more preferably between 45 and 
65%. Packing density is defined as the ratio, expressed as a percentage, of the total cross- 
sectional area of all the fibers in a bundle to the cross-sectional area of the final potted fiber 
bundle. If the packing density is too low, then filtration efficiency Is compronnised. If the density is 
5 too high, then there is the danger that incomplete potting will occur or that filtration efficiency will be 
compromised as the fluid will have difficulty reaching the inner fibers of the bundle. 

In order to reduce contamination of the fibers or the finished module, any means used to 
make the an^y should be confined to areas that will nonmaliy be trimmed from the finished hollow 
fiber module. 

1 0 The an^y may be fabricated by either winding the length of the array upon itself or upon a 

mandrel. The mandrel, if chosen, is preferably circular in cross section, however other cross 
sections, such as oval, square, rectangular or polygonal may also be used. The circumference of 
the mandrel is chosen to be an integer multiple of the desired length of the hollow fiber member 
elements which fomri the finished array. When using the mandrel, it is preferably driven by a 

15 mechanical device such as a controller capable of controlling both rota^onal speed and tension 
applied to the array. The wound hollow fiber membrane array is arranged such that it is fed as a 
single layer of fibers, with the windings being substantially parallel to each other either in 
contiguous contact with or spaced unifonnity apart from one another. 

The array is fabricated by winding a continuous length of hollow fiber membrane 1 1 on a 

20 rotating mandrel 12 having a circular cross section as shown in Figure 1. The circumference of the 
mandrel is chosen to be an integer multiple of the desired length of the hollow fiber membrane 
elements which are to comprise the finished aaay. The mandrel is driven by a controller 13 
capable of controlling both the rotational speed of the mandrel and the tension applied to the 
hollow fiber membrane. The controller includes a fiber feed mechanism 14 which moves a pulley 

25 15 parallel to the central axis of the mandrel and guides the hollow fiber membrane as It is being 
wound to control the spacing between adjacent fiber segments, The wound hollow fiber membrane 
is an'anged In a single layer, with the windings being substantially parallel to one another either in 
contiguous contact with, or spaced unlfomily apart from, one another. 

When the appropriate length of hollow fiber membrane 1 1 is accumulated on ths mandrel 

30 1 2, the controller 1 3 stops the winding operation and one or more strips of an adhesive tapo 22 { 
Figure 2) are applied to the outer surface of the hollow fiber membrane segments positioned along 
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. the length of the mandrel in an orientation parallel to its axis of rotation and perpendicular to the 
central axes of the individual hollow fiber segments. More than one strip of tape can be used, the 
circumferential spacing between strips being equal to the desired axial length of the membrane 
Tibers in iiie atiay 2 i. 71 le idpe eAicnui num mc mot hcllov; fiber rr.crr.brcrc ccgrr.cr.t v.'Cjnd on 
5 the mandrel to the least and preferably extends about 1 cm. beyond each end of the fiber array. 

A cutting guide (not shown) may be used to slit the hollow fiber membrane segments along 
the middle of the entire length of the tape 22 such that the hollow fiber membranes 1 1 remain 
joined together by the now halved strip of tape, in this manner, one or more hollow fiber 
membrane arrays 21 are produced, with the fiber elements being secured to one another at their 

1 0 ends by the tape thereby maldng it easily removed from the mandrel 1 2. It should be noted that, in 
this discussion, the edges 23 of the rectangular hollow fiber membrane an'ay 21 are defined as the 
two surfaces fonned by the end portions of the individual hollow fiber membrane elements 
comprising the array; the ends 24 of the an'ay are defined by the outermost surfaces of the first and 
last hollow fiber membrane elements in the array. Figure 2 shows in the plan view an an-ay fonned 

1 5 in accordance with the above procedures. In cases where one fiber array does not contain a 
sufficient number of hollow fibers to fabricate a hollow fiber membrane module of the desired 
membrane area, the arrays may be spliced together end-to-end by means of an adhesive or other 
bonding mechanism to form a larger array. Any number of arrays may be so spliced together in 
the manner described above to form a larger array having tape extensions at the edges of both 

20 endsoftheanray. 

The next operation in the fabrication of a hollow fiber membrane module is the winding of 
the fiber array into a bundle and the corresponding formation of a pair of tubesheets 43 at one or 
more of the edges 23 of the an'ay 21 . This process is shown schematically in Figures. 3 and 4. An 
extruder, preferably a single screw extmder, 31 is used to feed a thermoplastic sealing polymer to 

25 a dual slot extrusion die 32 which produces two polymer extmsions 35 in the form of a stream. A 
suitable length of themioplastic tube 41 is mounted on a removable winding mandrel 42 positioned 

below the extrusion die, with the rotational axis of the mandrel being parallel to a line connecting 
the two outlets of the extrusion die. Stepper motors (not shown) are used to adjust the speed of 

rotation and distance between the mandrel and the die. A set of gas heaters 33 mounted on a 
30 retractable slide (not shown) is used to preheat the tube 41 prior to the fabricatlor) of the 
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tubesheets. The funcb'ons of the various elements described above are regulated by a 
programmable, microprocessor-based controller 34, 

In order to maintain the molten thermoplastic polymer extrusion 35 from the die at a 
uniform temperature, it is preferred to operate the extruder 31 at a constant speed. Maintaining a 
5 uniform fiber spacing and tubesheet width requires that the fiber feed rate remain constant and thai 
the distance between the extrusion die and contact point of the polymer extrusion and tubesheet 
43 remain constant. The previously described controller 34 in conjur\ction with the apparatus 
discussed above accomplish this result with feed-back control mechanisms known to those skilled 
in the art. 

10 Before the winding of the array 21 and the fonmation of the tubesheets 43, the tube 41 

must be pre-heated using the heaters 33. This step is necessary to obtain a good bond between 
the tubesheet and the tube. Rotation of the winding mandrel 42 and the tube is begun and the gas 
heaters are activated such that a hot gas stream impinges on the portions of the tube virfiere the 
tubesheets will be formed. After a suitable time, the heaters are removed and the polymer 

1 5 extrusions 35 are applied to the tube. 

Following the accumulation of approximately a one-half turn of the polymer extrusions 35 
on the tube 41, the leading edge of the hollow fiber membrane an^ay 21 is positioned under and 
parallel to the tube with the adhesive side of the extended strip of tape 22 facing the tube. The 
tape is then brought into contact with the tube outboard of the tubesheets 43 and allowed to wind 

20 up on the tube as the rotational speed and position of the winding mandrel 42 and tube are 
adjusted by the process controller 34. A slight tension is maintained on the hollow fiber array to 
keep the fibers in contact with the polymer extnjsions. As the trailing edge of the an^ay is wound 
up, the tape extensions are fastened to the previous fiber layer to form a fiber bundle 44. 
Application of the polymer extrusions may be temiinated after the entire array is wound about the 

25 mandrel. Alternatively, the tubesheets may be built up to a larger diameter depending on the 
requirements of the rest of the module assembly process. In this case, the rotation of the winding 
mandrel continues as the tubesheets are allowed to cool. 

After formation and cooling of the hollow fiber bundle, a post-formation heating step is 
performed. In this step, the potted ends are heated to e temperature below the peak melting point 

30 of the hollow fiber membranes. The temperature selected is above the peak melting point of the 
potting resin, but below the peak melting point of the hollow fiber membranes. For example, the 
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heating temperature may range from 250X to 300*C. An alternative means for describing this 
temperature is that it should be at least lO'^C below the peak melting point of the fibers, preferably 
at least IS'C and more preferably, at ieast 25T below the peak melting point of the fibers. This 

«^ 1 M A A k I A ^ n 4^ A n ^4^1 «n ^^4^ tf* ^ 1 4 a a l4 ^ a ^ XI a ^ ■ ■ a 4* ■ « a a ia a XTI^ a i m a a 4* 4^ ^ 1 • t^A »tA ^4 a ^ « t 4 A 1 ^ n 

5 or gaps which may exist. One advantage to using the post-formation heating step is that the 
criticalily of the initial extrusion step is not as important as the post-fonmation heating step allows 
for the elimination of any voids formed during the extrusion step. This is of particular interest and 
importance in that the extrusion step often is very slow and laborious. 

The time required for the post-formation heating step will vary widely depending upon 

10 such factors as the peak melting point of the potting compound and the fibers, the viscosity/melt 
flow index of the potting compound, the perceived level of voids or gaps which must be eliminated, 
etc.. Typically, the process requires from about 1 hour to about 24 hours. It has been found that 
the longer one is able to perform the heating step, without damage to the fibers, the better the 
result. Preferably, the heating step occurs from about 3 to about 12 hours, more preferably from 

1 5 about 5 to about 8 hours. 

Preferably, the heating step occurs with the tubesheet in a vertical orientation with one end 
being treated at a time. Further, the end or ends may be treated in a horizontal orientation provided 
that little or no slumping occurs. This is particulariy possible with higher viscosity or lower melt flow 
index potting compounds. Preferably, the heat treatment occurs prior to the fonnation of the 

20 filtration cartridge. Alternatively, the heat treatment may occur after the tubesheet has been 
inserted into the housing or end caps. In this embodiment, the heat treatment acts both as a 
mechanism for removing any gaps or voids and as the sealing mechanism for attaching the bundle 
to the housing or end caps. Additionally, while it is preferred that the heating step occur before the 
lumens of the fibers are opened, one can perform the step after the lumens have been opened 

25 provided that some means is used to maintain the opened ends of the lumens. 

Figure 5 shows a preferred embodiment of the post-formation heat treatment. As shown, 
one end 43A of the tubesheet 43 is placed into a cup-like holder 50 which has a depth and 
diameter about the same as the potted end 43A. The holder 50 is mounted Into a recess 51 
formed in a metal heating block 52. The block 52 is heated with one or more electrical heating 
30 bands 53. The holder 50 is preferably made of a thennally conductive material, such as metal or 
ceramics may also be used. 
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Alternatively, one may use other means of providing the heat treatment. For example, one 
may use an oven including but limited to radiant, convection or microwave ovens in lieu of the 
holder/block arrangement above. The use of a holder or holders in an oven or other heating means 
may be desirable. The holders contain the area into which the potting material may flow. This 
5 concentrates the flow to the areas between the fibers. Additionally, one may use two holders at the 
same time in order to treat both ends of the tubesheet simultaneously whether the heating is via a 
heating block an^angement, an oven or other well known means in the art. 

Either one or both of the end portions of the sealed fiber bundle can be trimmed to expose 
the fiber lumens and further machining may be performed to provide a means for sealing the fiber 

10 bundle into a suitable housing or the fiber bundle may be contoured to provide details suitable for 
thermoplastically bonding it to the components of a pressure housing of the same or similar resin 
material in onder to produce a hollow fiber module. 

Figure 6 shows the details of the fiber bundle 44 and corresponding tubesheets 43 
(labeled in this figure as 43b and 43t to represent the bottom and top orientations shown in the 

1 5 drawing) after the poslheating step which have been assembled into a hollow fiber module. 
Preferably, this module is formed of the same resin as either the hollow fibers or the potting 
material in order to create an all perfluorinated resin device. Preferably, this can be accomplished 
by employing conventional methods effusion bonding of plastic components. Alternatively, the - 
housing may be made of a similar and compatible resin such as PTFE. However, when using such 

20 a resin, especially PTFE where the resin is not thermoplastic, other means of sealing the tubesheet 
to be housing, such as 0-rings or mechanical seals, must be used. After fabrication of the bundle 
44 is completed, the bottom tubesheet 43b is bonded to an inside cap 71. During use, the filtrate 
collected at that tubesheet is directed to a top end cap 72 through the tube 41 . The housing shell 
and the top tubesheet 43t of the bundle are simultaneously tonded to the top end-cap. Finally, an 

25 outside end-cap 73 is bonded to the bottom of a housing shell 74. Suitable connectors are also 
added to provide means of connecting the module to a feed and to an effluent line. By these 
means an integral, module free of 0-ring seals can be produced. 

Although the embodiments heretofore described have involved the fonnation of an array of 
hollow fiber membrane elements prior to sealing with a molten thermoplastic, the principles of the 

30 present invention are equally applicable to the fomnation of an an^ay one fiber at a time. In this 
instance, a mechanical "pick-and-place' mechanism would be employed to a single fiber to a 
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location beneath an extruder such that the polymer extrusion simultaneously creates a seal and 
fonns the array by repeating this process until an array of desired size is created. 

Vdrious uiiter configurations of pre-constructed fiber an'ays are also possible. For 
example, the fibers do not have to be positioned perDendinniariy tn fhp innnitMriinaMy ovic ^.f jk« 
5 an-ay. Fiber array bundle arrangements may also vary in that single-ended tubesheets for short 
length membrane modules may be fabricated as well as multiple tubesheets. In the fonner case, 
the hollow fiber elements must be sealed at the opposite end of the tubesheet. In the latter case, 
intemiediate tubesheets, used primarily as support members, may or may not form integral seals 
around the hollovtf fiber membranes for particulariy long modules. Furthermore, multiple bundles 

10 may be produced simultaneously using integrally sealed, multiple tubesheets vvhich are 

subsequently cut to form individual fiber bundles. Still further, planar laminated arrays are also 
contemplated to be within the purview of this invention, in which case rectangular fiber aaays may 
be mounted on top of one another. The use of woven an-ays is also possible. 

An alternative method of making a product according to this invention is to form a mat or 

15 flat array of fibers using the thermoplastic, perfluorinated resin as the tape binder for the array and 
then rolling the array into a cylindrical or other desired shape and subjecting the ends to the post- 
formation heating step to form an integral, sealed tubesheet. For example, a mat of fibers in the 
form of an an-ay would have a stream of potting material extruded along two of its portions of its 
length, preferably in parallel and spaced apart from each other at a desired distance equal to that 

20 of the finished tubesheet. Alternatively, a mat can be formed using the potting material in the form 
of a solid tape which is woven between the adjoining fibers. Further, one can adhere or secure 
individual fibers to two parallel strips of thermoplastic, perfluorinated resin. 

With regard to the manufacture of a finished module, other means for sealing the bundle to 
the module may be employed, as for example, with the use of 0-rings (preferably fomned of a 

25 perfluorinated resin such as thermoplastic perfluorinated resin or PTFE resin,). 

Additional modifications will become apparent to those of skill in the art without departing 
from the scope of the present invention as defined in the accompanying claims. 

30 
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Example 1 

Microporous thermoplastic perfiuorinated hollow fiber membranes made from Ausimont's 
MFA 620 resin according to the teachings of US Patents 4, 990. 294 and 4, 902. 456 were used 
for potting in this example. The peak melting temperature of the fibers as measured by differential 
5 scanning calorimetry (DSC) was 289'*C. The outside diameter of each fiber was 1 000 microns and 
the inside diameter was 600 microns. Porosity was approximately 65%. The potting resin used 
was a thermoplastic perfiuorinated resin available from Ausimont as l\/IFA19405/13 resin. The 
peal< melting temperature of this resin was 258°C and its melt flow rate (MFI at 5kg. 372''C as 
described by ASTM D 2116) was 124g/10 minutes. 

10 Approximately 90 strands of the above fibers, each being about 15 cm in length, were 

arranged in a parallel array and taped together near both ends of the fiber to form a fiber mat. A 
method similar to that described in U.S. 5, 695, 702 was used to extrude two molten streams of the 
potting resin described above in a perpendicular direction onto the mat. The streams were spaced 
about 9 cm apart and were each about 2.5 cm in width having a thickness of about 0.075 cm. The 

15 stream die temperature was set at 335*'C. The mat/molten resin streams combination was spirally 
wound on a poly(tetrafluoroethylene-co-hexaf!uoroprpylene) tube into a cylindrical shaped bundle 
v;rtth a pair of potted ends. It was observed that the molten potting resin also bonded to the PEP 
tube. 

After the potted ends were cooled, the bundle was removed and inspected. One could 
20 visually observe a number of voids and bubbles in the potting surrounding the fibers. Adhesion 
strength was excellent. The fibers could not be pulled out of the potting compound. 

Following inspection, excess fibers and tubing beyond the potted ends were trimmed off to 
be readied for post-extrusion heat treatment. One of the ends was then placed in a cylindrical cup- 
shaped metal holder with depth and diameter approximately the same dimensions as the potted 
25 end. The holder with the potted end was then fitted into a cut-out in a metal heating btock. The 
block was heated with electrical heating bands and its temperature was controlled at 280**C. The 
sample was heated for about one hour at that temperature. This procedure was repeated for the 
opposite end of the bundle. After completion of the post-extrusion heat treatment, the ends were 
machined to until the lumens of the fibers were exposed. The fibers were observed to be bonded 
30 together on their shell side by the potting resin and no visible voids were observed. Adhesion 
strength was the same as before the heating treatment. 
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The potted sample was tested for potting integrity by placing and sealing both ends via 0- 
rings inside a clear plastic housing. Iso-propyl-alcohol (IPA) was used to wet the fibers and fill the 
inside of the housing, making sure that ail of the potted areas were covered with IPA. Both ends of 
the housino were caooed with one of the cans havinn an inipt fnr nmccnn^orj air Air nraernro i.foo 

slowly introduced and increased via the Inlet on the one end. Simultaneously, the inside of the 
holder was examined visually for air bubbles originated from the potting area. No bubbles were 
observed at either end up to at least 15 psi, indicating integral potting had been achieved. 

What we claim: 
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CLAIMS 

1 . A method of forming an all thermoplastic, perfluorinated resin hollow fiber module 
comprising the steps of: 

contacting a plurality of hollow fiber membranes made from one or more 
5 thermoplastic, perfluorinated resins with one or more molten thenmopiastic, 

perfluorinated potting resins to form a substantially parallel array of said 
membranes; 

said one or more potting resins being heated sufficiently above their peak melting 
point but at or below the peak melting point of the membranes such that they are 
1 0 applied to said membranes at a contact temperature which causes said one or 

more potting resins streams to flow around said hollow fiber membranes to fonm a 
bundle of hollow fiber membranes; 
cooling said bundle; 

heating said bundle to a temperature below the peak melting point of the hollow 
15 fibers and above the peak melting point of the one or more potting resins for a 

period sufficient to fonn a fluid-tight seal between the one or more potting resins 
and the hollow fiber membranes. 

2. The method of claim 1 wherein the peak melting point of the one or more potting resins is 
20 at least 5**C below that of the hollow fiber membranes. 

3. The method of claim 1 wherein the peak melting point of the one or more potting resins is 
at least 10° C below the peak melting point of the hollow fiber membranes. 

25 4, The method of claim 1 wherein the one or more thermoplastic, perfluorinated resins of the 

hollow fiber membranes and the potting resins are selected from the group consisting of 

homopolymers, copolymers, blends of one or more homopolymers, blends of one or more 
copolymers and blends of one or more homopolymers and copolymers of perfluorinated resins. 
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5. The meihou of daini 1 wherein the one or more thermoplastic, perfluorinated resins of the 
JiGllov/ fb^r membranes and the potting resin are selected from the groi^p consisting of poly(TFE- 
co-PFAVE) resins and blends thereof. 

5 6. The method of claim 1 wherein the bundle is heated to a temperature at or above the peak 
melting point of the one or more potting resins. 

7. The method of claimi wherein the plurality of hollow fiber membranes is formed prior to 
contacting said membranes with said potting resins by forming said membranes together in a 

10 contiguous relation. 

8. The method of claim 1 wherein the array is formed prior to contacting said membranes 
with said potting resins by forming said membranes together in a spaced apart relation. 

15 9. The method of claim 1 wherein the potting resin is a thin stream deposited In a defined 
zone near one end of said membrane array. 

1 0. The method of claim 1 further comprising the step of contacting a second thin stream of 
potting resin near an opposite end of said array of membranes. 

20 

11. The method of claim 1 further comprising the steps of fomiing a substantially parallel array 
of said membranes and subsequently spirally winding said array about an axis which is 
substantially parallel to a longitudinal axis of said membrane array while simultaneously applying 
said potting resin to the array of membranes to form circular bundle of fibers having at least one 

25 potted end. 

12. The method of claim 1 1 further comprising the step of continuing to apply said potting resin 
after said circular bundle is fonned to create a tubesheet of predetermined diameter about at least 
one end of said hollow fiber membranes. 

30 
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1 3. The method of claim 1 further comprising the step of cutting the at least one potted end of 
the bundle orthogonally to the longitudinal axis of said hollow fiber membranes to form said 
bundle with at least one flat end surface having exposed lumens. 

5 14. The method of claim 1 3 further comprising the step of mounting said bundle into a 
cartridge housing. 

15. The method of claim 14 wherein the bundle is mounted in said housing by fusion bonding. 

10 16. A. method of making a hollow fiber membrane cartridge comprising: 

a. forming a plurality of hollow fiber membranes formed of one or more 
thermoplastic perfluorinated resins into a substantially parallel arrangement wherein the 
fibers are arranged in parallel aoangement along a length of the fibers; then 

b. winding the plurality of hollow fibers about an axis which is substantially 
1 5 parallel to the length of the hollow fiber membranes so as to form a bundle having two 

bundle ends; 

c. simultaneously with step (b), extruding a molten stream of a perfluorinated 
thermoplastic resin having a peak melting point at least 5*C below the peak melting point 
of the hollow fiber membranes and having a melt flow index of 100 g/10mins. or greater 

20 and directing said resin onto at least one of the two bundle ends to thereby pot one or 

more ends in said resin; 

d. cooling the bundle; 

e. heating the bundle at the one or more potted ends to a temperature at or 
above the peak melting point of the resin of the stream but below the peak melOng point of 

25 the hollow fibers; and 

f. exposing the lumen ends of the hollow fiber membranes at one or more 
potted bundle ends to communicate with the exterior of the bundle, 

1 7. The method of claim 1 6 wherein both ends of the bundle are potted with the molten stream 
30 of the perfluorinated thennoplastic resin. 
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18. The method of claim 16 wherein both ends of the bundle are potted with the molten stream 
of perfluorinated thermoplastic resin and wherein both ends of the bundle are exposed so that 
the lumen ends of the hollow fiber memurar.cc c?n communicate with the exterior of the bundle. 

5 19, A hollow fiber membrane cartridge including a bundle of potted hollow fiber membranes, 
made by the method of claim 1 . 

20. A hollow fiber membrane cartridge including a bundle of potted hollow fiber membranes, 
made by the method of claim 16. 

10 

21 . The method of claim 16 further comprising the steps of: 

g. inserting the bundle into a housing for the bundle having a first and 
second end and a cylindrical housing interior being suitably shaped to contain the 
membrane bundle, a first means for sealing the first end of the bundle to the Interior of the 

1 5 housing adjacent its first end, a second means for sealing the second end of the bundle to 

the interior of the housing adjacent its second end, the housing having one or more means 
for dividing the bundle into at least two regions including a shell side space exterior to the 
portion of the bundle between the potted ends and a space including the lumens; then 

h. applying a first end cap adjacent the first end of the housing to seal the 
20 first housing end; then 

i. applying a second end cap adjacent the second housing end so as to sea! 
the second housing end; and 

j. providing a shell side access in the housing and at least one access in at 
least one of the first or second end caps. 

25 

22. A hollow fiber membrane cartridge including a bundle of potted hollow fiber membranes 
made by the method of claim 21 . 

23. A method according to claim 1 6 wherein the potting compound has melt flow index of from 
about 100 to about 200 g/IOmins. 

30 24. A method of fonning a hollow fiber module comprising the steps of: 
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forming a substantially parallel array of hollow fiber membranes, wherein 
said membranes are fomied of one or more thermoplastic perfluorinated resins, 

fomiing one or more strips of potting material formed one or more 
thermoplastic perfluorinated resins along one or more portions of the array, wherein the potting 
5 material has a peak melting point at least 5**C below that of the hollow fiber membranes 

winding the an^ay upon itself in order to fom^ a bundle. 

heating said bundle to a temperature below the peak melting point of the 
hollow fibers and above the peak melting point of the one or more strips of potting material for a 
period sufficient to form a fluid-type seal between the potting material and the hollow fiber 
10 membranes. 

25. The method of claim 24 wherein the one or more thermoplastic perfluorinated resins of the 
hollow fiber membranes and the potting materia! are selected from the group consisting of 
poly(tetrafiuorethylene-co-perfluoro(alkylvinylelher)), poly(tetrafluoroethyiene-co- 

1 5 hexafluoropropylene) and blends thereof. 

26. The method of claim 24 wherein the one or more strips of potting material is applied to the 
array of fibers as a molten stream. 

27. The method of claim 24 wherein the one or more strips of potting material Is applied to the 
array of fibers as a solid, preformed tape. 

20 
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